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Amendments to the specification: 

Page 15, please replace the first complete paragraph with the following new 
paragraph: 

After application of each prime coat, intermediate coat, and back-up coat, 
portions of vertical sides 5 and lateral sides 1A IB of pattern 1 are scraped to remove 
the coats and stucco to produce a ceramic shell mold 10 as shown in Fig. 2. The ceramic 
shell mold 10 again is dipped into the refractory slurry to provide a seal coating on the 
pattern. The seal coated, ceramic shell mold 10 is dried at 75 <>F overnight. The 
resulting dried, ceramic shell produced is immersed in boiling water to remove pattern 
1. The resulting dewaxed, dried, green ceramic shell 20, shown in Fig. 3, is cut in half 
lengthwise, and dried at 75 °F for 4 hours. 

Page 19, please replace the fourth complete paragraph with the following new 
paragraph: 

After application of each prime coat and back-up coat, portions of vertical sides 
5 and lateral sides 4A IB of pattern 1 are scraped to remove the coats to produce a 
ceramic shell mold 10 as shown in Fig. 2. The ceramic shell mold 10 again is dipped into 
the refractory slurry to provide a seal coating on the pattern. The seal coated, ceramic 
shell mold 10 is dried at 75 °F overnight. The resulting dried, ceramic shell produced is 
immersed in boiling water to remove pattern 1 to produce a dewaxed, dried, green 
ceramic shell. The green shell mold then is fired at 1850 °F to produce a fired ceramic 
shell mold. 
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AMENDMENT UNDER 37 CP JL 1312 

In icspoows to the examiners amendment dated October l, 2003, kindly amend 

thb applkotlon. without pxe)u*IU?c under 37 CfJR. 1.312 as follow* 

ft&ttftrto 'begin on page 9 of thU papcr- 
Lifiting of clntm? begiru on page 2 pf this paper. 
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